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MacCpeTeHHe otiiochtck k qepwod Merajuiyp- 

ruH, a UMCtino iv cnotofiy owjovnw rod wwcuKih 
XpOMHCTUX « ApyPKX KOMnJieKCHOJlfeTHpOBaH 

hhx HepMcaseiomMx crajieft* b tom «incne ^erH- 

-pOMHHUX TMT8HOM. 

H3BecrrHu& onocoO nojiy^eHHg HepmaBewmefi 
xpoitcoAepmau^eA craviH BwiioqaeT a cedfl pac- 
nviaweHne ujhxtu, oteayrjiepcHKHBaHHe pac- 
njiaaa, pacKHcncMHe, zierHpoBaHMe h aunycK 
nvxaBKH B KOBUI nOA nepBHHHWM m^aKOM. B BSH- 
Hy do xoAy* anaBKH BBoiijiT okmcjim MapraHua. 
OcHOBBOCTb uuiaKa nepeii BhinycxoM juisbkh h3 
neflu yaejJHqHaaioT nyTeM npucaiiKH 7 Mapram^ 

r^3 3 CT ° n<H>Hoe OTBe W isrt^ 

bo rropoft kobui. rae npoBOAflT JierHponaHHe ch) okmcjuj m»u .n ^a,Kcnoji*3ycT-.. 

^encooKKOi^tttHMHCR ^Htai^, b anpH MCp ^ ; *^ 
^raaoy. 3 ^aoi BBoa^ .xa^e 

owax. Ojwaico 3toV onoco6 •'"xapamDwveTC^^^ Ma P r ^^^««^^^r 
B^ocraiosHKiM Bsa^RenHeM xpoS^^ ^ 
na aa . pyAu. HrxpyaHocTH^ ; <3$waH^MH 
/. peMBOM crajiH M3 KOBiiiaa kobot^ ! 

Ue^blO H306p€T6HHSI BBJiSeTCJI nOBUUJCriHC ^ ^ W 

B WU ,eHH € n P 0R3B0iiMT^.i>Hocr»t . cTa^n^HHjLv^I ftoS H a3OT014 ' 

Horo arperaTa. 1 n ^^ ,v;V ^ 

OUH 3TOP0 B^UHy ilO paCKHCJI6HHH BBOAAT ^ Toppe^T^ fH>0M3BO A ,r 

OKifC^b, h/th KapfioKBTb, Mapfaaaa, noce ^o ' «SSS? T^oS^ " npOM3aoAflT 



Buny<:K twaaKM ocymecTBJiaipt: lienoci^jicta^- 
no b cra^paa^nBoiHua KDam/apH ocw^otrff 
OUiana He ueaec i.3 c ozd*ob peM6HHbi u jjerapo- 
aaHH€M Merajuia THTaHOM. 

Bbin^aaKa craurm no HOBOfciy cnbccxSy aaoib- 
^aeroi b caeayiomeM. B c^aji^a^HJiBH«> 
neqb aarpyjKajoT netaajxHnecKyio iflMXTVi xpo^ 
MpByw pyjty, OKBCBbi hjih KapooHaxbi Mapranua 
h.ochobhu€ UiJiaKoo6pa3y!oiuHe Maxepnajiw. 3a* 
xeM b oOmuhom nopjuute paciuiaBji»K>T h ooeayr- 
.nepoatflBaiOT pacanaB. IlpH 3xon flpojiyBxy 

.'npOHSBOilHt KHOlOpOAOM Kfla CMOCblO KHCflODO- 

m Heftrpajibaoro. raaa. a npa BbnwaBxc aaor- 
coAcp»canuix crafleftC- £ M ecwo KH^bpoia m 
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(54) METHOD FOR OBTAINING STAINLESS STEEL 

1 

The invention relates to ferrous metallurgy, and specifically to a method for producing 
high-chromium and other complex alloy stainless steels, including steels alloyed with 
titanium. 

A known method for obtaining chromium-containing stainless steel includes melting 
the mixture, decarburizing the melt, deoxidizing, alloying, and tapping the melt into a ladle 
under the primary slag. Manganese oxides are introduced into the bath during melting. The 
basicity of the slag before the melt is tapped from the furnace is increased by adding 
manganese or chromium ores and lime. Then the metal is transferred to a second ladle 
through the taphole, where alloying with easily oxidizable elements such as titanium is 
carried out. Slag- forming materials or liquid, synthetic slag are also added to the ladle. 
However, this method is characterized by insufficient recovery of chromium and manganese 
from the ore, and difficulties associated with transfer of the steel from ladle to ladle. 

The aim of the invention is to improve recovery of chromium, manganese, and nickel 
and to increase the throughput of the steel smelter. 

For this purpose, manganese oxides or carbonates are added before deoxidizing, after 
which the metal and slag are purged with inert gas, and 
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the melt is tapped directly into the steel-pouring ladle with a slag basicity no less than 1 .3, 
with simultaneous alloying of the metal with titanium. 

Smelting steel by the new method involves the following. The steel smelting furnace 
is charged with a metal mixture, chromium ore, manganese oxides or carbonates, and basic 
slag-forming materials. Then the melt is melted and decarburized according to the usual 
procedure. In this case, purging is done with oxygen or a mixture of oxygen and a neutral 
gas, and when smelting nitrogen-containing steels, it is purged with a mixture of oxygen and 
nitrogen. The furnace can be partially or completely charged with chromium ore (if it is 
used), manganese oxides or carbonates after decarburization of the metal. For recovery of 
chromium, manganese, and iron from the slag, reducing agents such as silicochromium or 
ferrosilicon are added to the bath, and stainless steel scrap or appropriate steel scrap is added 
to reduce the temperature of the metal. Then the bath is mixed by purging with neutral gas 
and nitrogen. 

From results of analysis of metal samples taken after decarburizing, the metal 
composition is corrected and the melt is tapped into a ladle without preliminary skimming of 
the slag. For a slag basicity no 
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less than 1.3, the steel is alloyed with titanium in the ladle. The steel is teemed by the 
conventional method. 

Subject of the invention 
A method for obtaining stainless steel, including melting a mix, decarburizing the 
melt, deoxidizing, alloying, and tapping the melt into a ladle under the primary slag, 
distinguished by the fact that, with the aim 



350833 



4 

of improving recovery of chromium, manganese, and nickle and increasing the throughput of 
the steel smelter, manganese oxides or carbonates are added to the bath before deoxidizing, 
after which the metal and slag are purged with inert gas, and the melt is tapped into the steel- 
teeming ladle with a slag basicity no less than 1.3, with simultaneous alloying of the metal 
with titanium. 
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